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© Plasma etch process. 



©A plasma reactor chamber (16) uses an antenna (30) driven by RF energy (LF t MF, or VHF) which is 
4 inductively coupled inside the reactor dome (17), The antenna (30) generates a high density, low energy plasma 
^ inside the chamber (16) for etching oxygen-containing layers overlying non-oxygen-containjng layers with high 
0) selectivity. Auxiliary RF bias energy applied to the wafer (5) support cathode controls the cathode sheath voltage 
^ and controls the ion energy Independent of density. Various magnetic and voltage processing enhancement 

techniques are disclosed, along with other etch processes, deposition processes and combined etch/deposition 
IO processes. Processing of sensitive devices without damage and without microloadtng is disclosed providing 

excellent yields. Etching ol an oxygen-containing layer overlying a non-oxygen-containing layer can be achieved 
O with high selectivity. 

lii 
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This application Is a continuation-in-part of commonly assigned U.S. patent application Serial No. 
07/824,856 filed January 24, 1992. 

The present invention relates to a plasma etch process. The invention is in the field of RF plasma 
processing reactors and, more particularly, of a plasma reactor which uses a radio frequency (RF) energy 
$ source for electromagnetically coupling the associated RF electromagnetic wave to the pfasma. a silicon 
source being in contact with the plasma, and refers to processes carried out in such a reactor 

The trend toward increasingly dense integrated geometries has resulted in components and devices of 
very small geometry which are electrically sensitive and susceptible to damage when subjected to water 
sheath voltages as small as approximately 200-300 volts due to energetic particle bombardment or 
to radiation. Unfortunately, such voltages are of smaller magnitude than the voltages to which the circuit 
components are subjected during standard integrated circuit fabrication processes. 

Structures such as MOS capacitors and transistors fabricated for advanced devices have very thin 
(thickness < 20 nm < 200 Angstroms)) gate oxides. These devices may be damaged by charge-up. 
resulting in gate breakdown. This can occur in a plasma process when neutralization of surface charge does 
is not occur, by non-uniform plasma potential/or density, or by large RF displacement currents. Conductors 
such as interconnect lines may be damaged for similar reasons as well. Etching processes carried out in 
conventional plasma etch chambers are also becoming inadequate when very high aspect ratio, i.e., very 
deep and very narrow openings and trenches, must be formed in, or filled with, a variety of semiconductor 
materials. 

30 

RF Systems 

Consider first prior art semiconductor processing systems such as CVD (chemical vapor deposition) 
and RIE (reactive ion etching) reactor systems. These systems may use radio frequency energy at low 

2$ frequencies from about 10-500 KHz up to higher frequencies of about 13 50 - 40.68 MHz. Below about 1 
MHz. ions and electrons can be accelerated by the oscillating electric field, and by any steady state electric 
field developed fn the plasma. At such relatively low frequencies, the electrode sheath voltage produced at 
the wafers typically is up to one or more kilovott peaks, which is much higher than the damage threshold of 
20O-300 volts. Above several MHz, electrons are still able to follow the changing electric field. More massive 

20 ions, however, are not able to follow the changing field, but are accelerated by steady state electric fields. 
In this frequency range (and at practical gas pressures and power levels), steady state sheath voltages are 
in the range of several hundred volts to 1 ,000 volts or more. 

Magnetic Field-Enhancement 

A favorite approach for decreasing the bias voltage in RF systems involves applying a magnetic field to 
the plasma. This B field confines the electrons to the region near the surface of the substrate and increases 
the ion flux density and ion current and, thus, reduces the voltage and ion energy requirements. By way of 
comparison, an exemplary non-magnetic RIE process for etching silicon dioxide might use RF energy 

40 applied at 13.56 MHz, an asymmetrical system of 10-15 liters volume, 6.6 Pa (50 millitorr) pressure and an 
anode area to wafer-support cathode area ratio of approximately (6-10) to 1, and develop substrate 
(cathode) sheath voltage of approximately 800 volts. The application of a magnetic field of 6 x to -3 Testa 
(60 gauss) may decrease the bias voltage approximately 25-30 percent, from 800 volts to about 500-600 
volts, while increasing the etch rate by as much as about 50 percent. 

46 However, the application of a stationary 8 field parallel to the substrate develops an E x B Ion/electron 
drift and an associated plasma density gradient which is directed diametrically across the substrate. The 
plasma gradient causes non-uniform etching, deposition and other non-uniform film properties across the 
substrate. The non-uniformities may be decreased by rotating the magnetic field around the substrate, 
typically either by mechanical movement of permanent magnets, or by using pairs of electromagnetic coils 

50 which are driven in quadrature. 90 degrees out of phase, or by Instantaneously controlling the current ir 
pairs of coils to step or otherwise move the magnetic field at a controlled rate. However, although rotating 
the field reduces the non-uniformity gradient, typically some degree of non-uniformity remains. 

Furthermore, it is difficult to pack coils and, in particular, to pack two or more pairs of coils about a 
chamber and to achieve a compact system, especially when using a Helmholtz coil configuration and/or a 

55 mufti-chamber system of individual magnetic-enhanced reactor chambers surrounding a common loadlock. 

A unique reactor aye tern which h»9 the capability to instantaneously and eotoctively alter tho magnetic 

field strength and direction, and which is designed for use in compact multi-chamber reactor systems, is 
disclosed in commonly assigned U.S. Patent 4,842,683. issued June 27, 1989, in the name of inventors 
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Cheng et al. 

Microwave/ECR Systems 

s Microwave and microwave ECR (electron cyiotron resonance) systems use microwave energy of 
frequencies >800 MHz and, typically, frequencies of 2.45 GHi to excite the plasma. This technique 
produces a high density plasma, but low particle energies which may be below the minimum reaction 
threshold energy for many processes, such as the reactive fon etching of silicon dioxide. To compensate, 
energy-enhancing low frequency electrical power is coupled to the substrate support electrode and through 

70 the substrate to the plasma. Thus, the probability of substrate damage is decreased relative to previous 
systems. 

However, microwave and microwave ECR systems operated at practical power levels for semiconductor 
substrate processing such as etch or CVD require large waveguides for power transmission, and expensive 
tuners, directional couplers, circulators, and dummy loads for operation. Additionally, to satisfy the ECR 
is condition for microwave ECR Systems operated at the commercially available 2.45 GH2, a magnetic field of 
8.75 x 10" 3 Tesla (875 gauss) is necessary, requiring large electromagnets and large power and cooling 
requirements. 

Microwave and microwave ECR systems are not readily scalable. Hardware is available for 2.45 GHi, 
because this frequency is used for microwave ovens. 915 MH2 systems are also available, although at 

20 higher cost. Hardware is not readily or economically available for other frequencies. As a consequence, to 
scale a 12.7 - 15.2 cm (5-6 in.) microwave system upward to accommodate larger semiconductor substrates 
requires the use of higher modes of operation. This scaling at a fixed frequency by operating at higher 
modes requires very tight process control to avoid so-called mode flipping to higher or lower order loads 
and resulting process changes. Alternatively, scaling can be accomplished, for example, for a 5-6 in. 
microwave cavity, by using a diverging magnetic field to spread out the plasma flux over a larger area. This 
method reduces effective power density and thus plasma density. 

Further, ECR systems must be operated at very low pressures, on the order of 0.266 - 0.399 Pa (2-3 
millitorr), because the density of the plasma generated in the system falls very rapidly above about 0.266 - 
0.399 pa (about 2-3 millitorr). This requires that a large volume of reactive gases be fed to the system, an<j 

30 also requires large vacuum exhaust systems to remove these large volume of gases. 

HF Transmission line System 

EP apppBcation 91112917.9 filed July 7, 1991, entitled 'Plasma Processing Reactor' is incorporated 

35 herewith by reference. This incorporated application discloses a high frequency VHF/UHF reactor system in 
which the reactor chamber itself is configured in part as a transmission line structure for applying high 
frequency plasma generating energy to the chamber from a matching network. The unique integral 
transmission line structure permits satisfaction of the requirements of a very short transmission line between 
the matching network and the foad and permits the use of relatively high frequencies, 50 to 800 MHz it 

40 enables the efficient, controllable application of RF plasma generating energy to the plasma electrodes for 
generating commercially acceptable etch and deposition rates at relatively low ion energies and low sheatn 
voltages. The relatively low voltage reduces the probability of damage to electrically sensitive small 
geometry semiconductor devices. The VHF/UHF system avoids various other prior art shortcomings, sucti 
as the above-described scalability and power limitations. 

45 In one aspect, the present invention, which overcomes prior art shortcomings, provides a plasma etcn 
process according to independent claim 1 . In another aspect of this invention, a carbon-fluorine-containing 
polymer is provided according to independent claim 9. Further advantageous features, aspects and rtnuiis 
of the invention are evident from the dependent claims, the description, examples and the drawings Th* 
claims are intended to be understood as a first non-limiting approach of defining the invention in general 

so terms. 

The invention provides also a plasma reactor using electromagnetic RF coupling and processes to 
operate same. The invention further Is embodied in the construction and operation of an RF plasm* 
processing system comprising a vacuum chamber having a source region; a substrate support electrode *n 
the chamber; a source of process gas in the chamber; means for electromagnetically coupling RF energy 
ss into the source region for generating a plasma from said process gas; means for capacitively coupling *F 

anoroy to the oubetrtrte support electrode to control the plasma a ho nth voltage M tho support elect/ode duo 

a source of silicon in contact with the plasma. 
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Suitably an RF antenna means is adjacent the source region and is coupled to the RF energy source. 
Preferably the chamber of the invention has a triode arrangement comprising an RF cathode in the 
processing region, an anode defined by the chamber walls, and a third electrode which can be electrically 
floating, grounded or connected to AF Mas. for enhancing plasma processing. The third electrode and/or 
s the chamber wails defining the source region, may be the source of silicon for enhancing processes such 
a$ oxide etching. Using the apparatus of the invention, plasma etching can be made almost infinitely 
selective, and plasma deposition made void tree. 

BRIEF DESCRIPTION OF THE DRAWINGS 

w 

Figs. 1-3 are schematic sectional views of several versions of a plasma reactor chamber system of the 
present invention. 

Fig. 4 is a diagram of a tuning circuit. 

Fig. 5 Is a diagram of a load circuit, 
y 5 Fig. 6 is a diagram of a load circuit which applied RF input power. 

Fig. 7 is a diagram of a combination tuning circuit and load circuit. 

Fig. d is a diagram of another embodiment of 8 combination tuning circuit and load circuit. 

Fig. 9 is a diagram of still another embodiment of a combination tuning circuit and load circuit. 

Fig. 10 is e graph of etch/deposition rate versus bias voltage for silicon oxide and silicon, 
20 Fig. 1 1 is a wave form of DC bias voltage applied during etching. 

Fig. 12 is an alternate embodiment of a wave form of DC bias voltage applied during etching. 

Fig. 13 is a horizontal representation of a magnetic array at tha dome of the reaction chamber of the 
invention, 

Fig. 14 A-D are diagrams of various shaped magnetic field tines of systems of the invention. 
25 Fig. 15 A-B are embodiments of Faraday shields useful in the systems of the invention. 

Fig. 16 Is a block diagram of a control system for various components of the system of the invention. 
The present invention provides apparatus and process for plasma processing that allows improved 
selectivity for etching processes and variability of etching rates, and simultaneous deposition, etch and 
planari2ation of deposited layers. 
30 In the present chamber, preferably. LF/VHF (low frequency to very high frequency) RF power within the 
range 100 KHz to 100 MHz is used. More preferably. LF/HF power within the range 100 KHz to 10 MH2 is 
used. Most preferably, MF (medium frequency) power is used within the range 300 KHz to 3 MH2. 
Preferably, the coupling means Is a multiple turn, cylindrical coil antenna of uncoiled electrical length < x /4 
where X is the wavelength of the high frequency RF excitation energy applied to the coil antenna during 
o$ plasma operation. 

The present invention also encompasses means connected to the above antenna for tuning the antenna 
to resonance, as well as load means connected to the antenna to match the input impedance of the source 
to the output impedance of the means for supplying RF energy for the antenna. The tuning means may be 
a variable capacitance electrically connected between one end of the antenna and RF ground. The load 
40 means may be a variable capacitance electrically connected between the other end of the antenna coif and 
RF ground. RF energy may be applied via a tap at a selected location along the coil antenna. 

in another aspect, the present system includes a dielectric dome or cylinder which defines the source 
region. Preferably, the coil antenna surrounds the dome tar inductively coupling the high frequency 
electromagnetic energy into the chamber. The article or substrate to be fabricated can be located within the 
45 source region or dome, within or closely adjacent the volume or the bottom turn of the antenna, or 
preferably, downstream of the antenna. 

The present invention also Includes means for supplying gas to the chamber which comprises a gas 
inlet at the top of the dome, a first ring manifold at the base of the dome source region, and a second ring 
manifold surrounding the substrate support efectrode. for selectively supplying processing diluent, pas- 
$o sivation and other gases to the chamber. 

In yet another aspect of the present invention, an AC power supply and control system capacitiveiy 
couples AC bias power, typically of the same or similar frequency as the source coil power, to a substrate 
support cathode, thereby effecting control of the cathode sheath voltage and ion energy, independent of the 
plasma density control effected by the source RF power. The system provides bias frequency selected to 
56 achieve a number of objectives. First, the upper frequency limit i$ selected to prevent "current-induced" 

0*rn»g9 <tQO nl^n » frequency v «n C*v** «fte*ge-Mp <3^(^0 to *ort*itiv© <»vlca«.) Tho lowor rroquoncy 

limit is selected in part to preclude "voltage-induced" damage. Lower frequency bias also yields higher 
substrate sheath voltages per unit bias power (less heating of substrates) and contributes less to plasma 
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density and thus affords better independent control of ion density and energy. However, too tow a bias 
frequency allows ions to follow the RF component of the substrate sheath electric field, thereby modulating 
ion energies. The result is a higher peak-to-average energy ratio and wider (double peak) ion energy 
distribution. Very- low bias frequency causes insulator charge-up, inhibiting ion-induced processes during 

e part of the bias frequency period. Conveniently, the preferred frequency ranges for satisfying the above 
considerations correspond to the preferred source frequency ranges as described above. 

The invention further includes control means for cyclically pulsing the DC bias voltage between row and 
high values selected, respectively, to form a passivation coating, such as a polymer coating, on a first 
selected material on a substrate to be etched for providing a relatively low etch rate of the substrate 

w material, and a relatively higher etch rate and selectivity for a second material, e.g.. a layer of second 
material overlying the substrate. 

In another aspect, the chamber is evacuatBd by a first vacuum pump means connected to the chamber 
proper and a second vacuum pump means connected to the dome, thereby establishing a vertical pressure 
differential across the dome for establishing a flow of neutral particles out of the dome, and wherein the 

r$ voltage at the substrate support electrode is sufficient to overcome the pressure differential so that charged 
particles flow toward the chamber. 

Other aspects of the present invention include a conductive. Faraday shield of different configurations 
which is interposed between the coil antenna or other coupling means and the reaction chamber to prevent 
coupling of the electric field component of the high frequency electromagnetic energy into the chamber. 

20 Also, a high frequency reflector positioned surrounding the coil or other coupling means concentrates 
radiation of the high frequency energy into the chamber. 

Magnetic enhancement is supplied by peripheral permanent or electromagnet arrangements which 
apply a controlled static magnetic field parallel to the axis of the antenna, selected from uniform, diverging 
and magnetic mirror configurations, for controlling the location of and the transport of the plasma 

as downstream relative to the substrate. Also, magnets may be mounted around the source and/or the 
chamber for applying a multipolar cusp field to the chamber In the vicinity of the substrate for confining the 
plasma to the substrate region while substantially eliminating the magnetic field across the substrate. In 
addition, a magnetic shunt may be positioned surrounding the substrate and the substrate support electrode 
for diverting any magnetic field from the substrate support electrode. 

30 The system construction permits scaling of its size by selecting the frequency of operation, while 
retaining low mode operation. 

in process aspects, the invention is embodied in a process for generating a plasma, comprising 
providing a vacuum chamber having a source region; supporting an article or substrate to be processed on 
an electrode in the chamber; supplying processing gas to the chamber; etectromagneticaUy coupling RF 

as energy into the chamber to control the plasma sheath voltage at the substrate support electrode; 
capecitively coupling RF energy into the chamber via the support electrode for controlling sheath voltage at 
the support electrode; and providing a source of silicon ions in contact with the plasma. 

The process also encompasses according to further aspects automatically and iteratively tuning the 
antenna to resonance and loading the input impedance thereof to the impedance of the RF energy supply 

40 for the antenna. 

In another aspect, the process for generating a plasma comprises providing a vacuum chamber having 
source and processing regions, and having walls, an electrode in the processing region and an electrode in 
the source region; connecting the electrode in the process region, the walls of the chamber and the source 
electrode electrically, with the processing region electrode being the cathode, the walls being the anode 

45 and the electrical connection of the source electrode being selected from ground, floating and RF or DC 
bias; supporting an article to be processed on the substrate support electrode; supplying processing gas to 
the chamber; using a cylindrical coil antenna connected to means of providing RF energy to the antenna, 
inductively coupling RF energy into the source region by means of the antenna for generating a plasma to 
process one or more materials on the article: and capacitively coupling RF energy into the chamber via the 

so support electrode for controlling sheath voltage at the support electrode, and providing a source of silicon in 
the chamber. The source of silicon can be crystalline or polysiBcon for example, silicon carbide, graphite 
and the like. Preferably, the silicon source is a third electrode located in the source region of the chamber, 
but the silicon source does not have to be an electrode, and can be elsewhere in the chamber providing it 
is in contact with the pkaarna. 

6$ In another aspect, the antenna power and the bias power delivered to the electrode are controlled for 
ooioctivoiy effecting anisotropic, seml-anlsotroplc end iwtrepic whing. 

The present processing chamber is particularly useful for etching a layer of a second material, most 
particularly an oxygen-containing layer such as an oxide, overlying a non-oxygen containing substrate, such 
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as silicon. The use of a source of silicon ions in the processing chamber provides improved selectivity and 
etch profile enhancement. The process further encompasses cyclically driving the bias voltage to a low 
value selected -to form an etch suppressing layer, such as a polymer, on the silicon and to a high value to 
etch the second material at a high rate relative to the substrate. In all cases, the present apparatus provides 
5 high etch rates and high selectivity required to produce high aspect ratio openings in the second layer 
down to the substrate. 

Processing in the present reactor also comprises sputter deposition of an oxide, such as silicon oxide or 
silicates, and a two-step process of, first, applying relatively low level RF power to the support electrode for 
depositing the oxide and. second, applying relatively higher level RF power to the support electrode for 

io depositing silicon oxide, sputter faceting the silicon oxide and planarizing the layer- 
Specific process aspects include but are not limited to etching oxides, Including etching contact hoies 
in oxide formed over a substrate which does not contain oxygen, and etching via holes in oxide formed over 
aluminum or other substrates; high rate isotropic and anisotropic oxide etching; etching polysilicon 
conductors such as gates; photoresist stripping; anisotropic etching of, inter alia, single crystal silicon; 

i$ anisotropic photoresist etching; low pressure plasma deposition of nitride and oxynitride; high pressure 
isotropic conformal deposition of oxide, oxynitride and nitride: etching metals, such as aluminum, tungsten 
and titanium, and compounds and alloys thereof such as tungsten silicide; and depositing various materials, 
at variable deposition rates, and including sputter facet deposition, locally and globally, and with penaliza- 
tion. 

20 

DETAILED DESCRIPTION OF THE PREFERRED EMBODIMENTS 
1 . OVERVIEW 

2$ FIGS. 1-3 are schematic sectional views of several embodiments of a plasma reactor chamber system 
10 for processing a semiconductor substrate S which uses an inductive plasma source arrangement, a 
magnetically-enhanced plasma source arrangement, a capacitively coupled bias arrangement and other 
aspects of the present invention. TTie three Figures illustrate preferred and alternative features of the 
system; three Figures are used because of drawing space limitations. The exemplary chamber is a 

30 modification of that depicted in the above mentiond co-pending incorporated European patent application, 
which include an integral transmission line structure. The salient features of the invention are applicable 
generally to plasma reactor chambers. Furthermore, it wilt be understood by those of skill in the art and 
from the description below that various features of the invention which cooperatively enhance the perfor- 
mance of the reactor system may be used separately or may be selectively omitted from the system. For 

35 example, the process conditions provided by the inductive plasma source arrangement and capacitively 
coupled bias source arrangement frequently eliminate any need for magnetic enhancement. 

The exemplary system 10 includes a vacuum chamber housing 11, formed of anodi2ed aluminum or 
other suitable material, having sidewalls 12 and top and bottom walls 13 and 14. Anodized aluminum Is 
preferred because it suppresses arcing and sputtering. However, other materials such as bare aluminum 

40 with or without a process-compatible liner of polymer or quartz or ceramic can be used. Top wall 13 has a 
central opening 15 between a tower chamber substrate processing section 16B defined between walls 12-12 
and an upper chamber source section 16A defined by a dome 17. The dome 17 may be configured as an 
inverted single- or double-walled cup which is formed of dielectric material such as, preferably, quartz or 
several other dielectric materials, including alumina and alpha-alumina (sapphire). In the preferred arrange- 

48 ment shown in FIG. 1, the dome 17 comprise$ 6 cylindrical wall 17W of dielectric such as quart; and a 
cover or top 17T typically of aluminum or anodized aluminum. For processes such as high selectivity oxide 
etching, a silicon or silicon-containing top wall means, and silicon covered dome sidewalls are preferred. 

As shown in FIG. 1, the evacuation of the interior of the chamber housing 11 (chamber 16) is controlled 
by a throttle valve 18 (which regulates pressure independent of flow rate) in a vacuum line 19 which is 

so connected to the bottom wall 14 and connects to a vacuum pumping system 21 comprising one or more 
vacuum pumps. 

As described in Section 11, the chamber components, including the chamber walls and dome, can be 
heated and/or cooled for enhanced process performance. For example, the dome 17 can be heated or 
cooled by a liquid or gas heat transfer medium, or heating elements can be used to heat the dome 17 
$$ directly. 

As described In Soction 2 and depicted in HQ. 2, process gasos, purge 9099a, diluonto, *tc, can oe 
supplied to the chamber by three manifold injection sources, G1, G2, G3, located, respectively, at the base 
of the source (dome), the top plate 17T of the source, and peripheral to the wafer. The gases are supplied 
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to the chamber 11, for example, typically from one or more sources of pressurized gas via a computer- 
controlled flow controller (not shown). At the main fl$9 inlet manifold G1. the oases enter the internal 
vacuum processing chamber 16, as indicated at 22. through a quartz ring gas manifold 51, which is 
mounted on the inside of or integral with, the top wall 13. The manifold 23 preferably supplies etching gas 
s and/or deposition gas at a slight upward angle to the chambers/chamber sections 166 and 16A for 
developing an etching and/or deposition plasma upon application of RF energy. A top manifold arrangement 
G2 in the top plate 17T of the dome 17 may be used to inlet reactarrt and other gases into the chamber 16. 
Also* a manifold arrangement G3 may be provided which is peripheral to the substrate to supply reactant 
and other gases. 

70 RF energy is supplied to the dome 17 by a source comprising an antenna 30 of at feast one turn or coil 
which Is powered by an RF supply and matching network 31. The antenna 30 preferably has a multiple turn 
cylindrical configuration. The antenna coil 30 defines a minimum conductor electrical length at a given 
frequency and a given source (coil) diameter and preferably has an electrical length tess than one-quarter 
wavelength {< x IA) at the operating frequency. By itself, the antenna 30 is not a resonator but is tuned to 

re resonance as described below in Section 5 for efficient inductive coupling with the plasma source by 
Faraday's law of inductive coupling. 

Preferably, the gas flow from the chamber source section 16A is downward toward the substrate 5 to be 
processed and is then pumped radially outward from the substrate 5. To this end* an annular vacuum 
manifold 33 may be defined about the cathode transmission line structure 32, between the chamber wall 12 

20 on one side and the outer transmission line conductor 320 on the other, and between the chamber bottom 
wall 14 on the bottom and a conductive pumping screen 29 on the top. The manifold screen 29 is 
interposed between the vacuum manifold 33 and the wafer processing chamber 16B and provides a 
conductive electrical path between chamber walls 12 and the outer conductor 320 of the cathode 
transmission lino structure 32. The vacuum manifold 33 defines an annular pumping channel for implement- 

2$ ing uniform radial pumping of exhaust gases from the periphery of the substrate 5. The vacuum manifold 33 
communicates into the vacuum gas system line 19. The gas flow Is along paths 22 from manifold G1 into 
the dome/source and/or along path 24 from manifold G2 into the dome/source and/or along paths 26 from 
manifold G3 radially inward toward the substrate 5. The overall gas flow is along path 34 from the upper 
chamber source section 16A toward the substrate 5, along path 36 from the substrate and through screen 

30 29 into the gas outlet manifold 33, and along path 37 from the exhaust manifold 33 to the vacuum system 
21. It should be noted that the conductive manifold screen 29 and the cathode transmission line structure 
are optional. Typically, at the low end of the frequencies of interest, the wavelength is very long and, thus, 
the transmission line structure is unnecessary. 

This contrasts with conventional RF system arrangements, in which the RF power is applied between 

j$ two electrodes, typically the substrate support electrode 32C, the upper surface of which supports the 
substrate 5, and a second electrode which is the sidewalls 12, top wall 13 and/or manifold 23 of the reactor 
chamber. 

Specifically, the antenna 30 is positioned outside and adjacent the dome 17 and the plasma chamber 
16A for coupling the RF electromagnetic (em) energy into the source chamber 16A to induce electric fields 

40 in the process gas. By Faraday's Law of induction coupling, the changing B (magnetic) component of the 
em energy energizes the process gas and thus forms a plasma in chamber 16 (numeral 16 collectively 
designates the chamber 16A and 16B and the plasma) characterized by relatively high density and low 
energy ions. The plasma is generated in the dome 17 concentrated in the small volume defined within the 
coil antenna 30, Active species, including ions, electrons, free radicals and excited neutrals, move 

46 downstream toward the substrate by diffusion and by bulk flow due to the prevailing gas flow described 
herein. Also, as described in Section 7, an appropriate magnetic field can be used to extract ions and 
electrons toward the substrate as described below. Optionally, but preferably, a bias energy input 
arrangement 41, FIG. 1, comprising a source 42 and a bias matching network 43, couples RF energy to the 
substrate support electrode 32C for selectively increasing the plasma sheath voltage at the substrate and 

ao thus selectively increasing the ion energy at the substrate. 

A reflector 47, which essentially is an open-bottom box, encloses the antenna 30 at the top and sides 
but not at the bottom. The reflector 47 prevents radiation of the RF energy into free space and thereby 
concentrates the radiation and dissipation of the power in the plasma to enhance efficiency. 

As described in detail in Section 7, a Faraday shield 45, FIG. 3, may be positioned just Inside, above 

$$ and below the antenna 30 to permit the magnetic field coupling to the plasma but preclude direct electric 

flOld coupling, which COulO induce gradlont* ©r ngn-unMormitio* in the pl*«mti, or ecc*tor»t» charged 

particles to high energies. 
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As described in Section 8. optionally, one or more electromagnets 81-81, FIG. 1, or permanent magnets 
are mounted adjacent the chamber housing 1 1 for providing a magnetic field for enhancing the density of 
the plasma at the substrate 5, for transporting ions to the substrate, or for enhancing plasma uniformity. 
As is described fully in Section 4, the invention uses the magnetic component of inductively coupled 

a electromagnetic energy, typically at frequencies much lower than microwave or micrqwave-ECR fre- 
quencies, to induce circular electric fields inside a vacuum chamber for generating a plasma characterized 
by high density and relatively low energy, without coupling potentially damaging high power RF energy 
through the substrate 5. In the preferred, illustrated downstream plasma source arrangement, the RF energy 
is ru«y absorbed remote from the substrate, with high plasma density, ensuring that the wave does not 

jo propagate to the substrate and thus minimizing the probability of damage. Selectively, and optionally. RF 
bias energy is applied to the substrate support electrode 32C for increasing the substrate sheath voltage 
and. thus, the ion energy, as required. 

Chamber 16 is capable of processing substrates including semiconductor wafers, by deposition and/or 
etching, using total chamber pressures of about 0,0133 Pa to about 6.8 kPa (about 0.1 mtorr to about 50 

js torr), and, for etching, typically 0.0133 Pa to 26.6 Pa (0.1 mtorr to 200 mtorr). The chamber can operate at 
pressures < 0.66 Pa (< 5 mtorr) and, in fact, has run successfully at 0.266 Pa (2 mtorr). However, higher 
pressures are preferred for certain processes because of the increased pumping speed and higher flow 
rates. For example, for oxide etching, a pressure range of about about 0.66 Pa to about 6.6 Pa (about 5 
mtorr to about 50 mtorr) is preferred. Such relatively high pressures require close spacing between the 

zo source and the substrate. The chamber can operate successfully at very suitable, close spacing, d. between 
the substrate 5 and the bottom turn of the antenna 30 of about 5 centimeters (2 inches) without charge-up 
damage to sensitive devices and, thus, is able to realize the advantages of such very close spacing: 
enhanced etch rates and selectivity; reduced bias voltage requirement and Ion energy requirement for a 
given etch rate; and enhanced etch uniformity across the substrate. For example, reducing the spacing, d. 

25 between the wafer 5 and the source antenna 30 from 10 cm (4 in) . (which itseff is close spacing) to 5 cm (2 
in.) , has reduced the voltage requirement by half and has increased the uniformity from about 2.5 percent 
to about 1 percent. 

2. GAS PROCESSING SYSTEM 

As mentioned, the chamber incorporates multiple gas injection sources Gt, G2, G3, FIG. 2, for the 
purpose of injecting reaction, purge, etc.. gases at different locations to enhance a particular process 
according to the requirements of that process (etching, deposition, etc.) and the particular material(s) used 
in that process. First, the chamber includes a standard radial gas distribution system G1 at the periphery ot 
3S the base/bottom of the source region 16B. In a presently preferred configuration, the Gi injection system 
comprises a quartz gas distribution ring 51 at the bottom of the source and a peripheral annular manifold 52 
defining a distribution channel which feeds gas to the ring. The ring has inward facing radial holes 53-53 
and, preferably, stepped sintered ceramic porous gas diffuser plugs 54-54 inserted in the holes to orevent 
hollow cathode discharge. 

40 The second gas injection arrangement, G2, comprises a grounded or floating or biased dome top plate 
17T of material such as anodized aluminum having a center gas inlet hole 56 filled with a porous ceramic 
diffuser disk 57. 

The third gas injection source, G3. comprises a ring-shaped gas Inlet manifold 58 mounted ai the 
periphery of the substrate 5 (or a gas inlet incorporated into the clamp ring (not shown) used to hold me 

45 substrate in position against the substrate support pedestal), 

In etching openings through oxide-containing layers, such as silicon dioxide, over a non o*ygo* 
containing surface, including single crystal or polysilicon, desirably the silicon dioxide is etched at a mucn 
faster rate than the polysilicon or other substrate. Fluoride-containing etch gases are used as etchart» 
However, since fluoride etchants normally etch materials such as silicon dioxide and polysilicon. for 

so example, at the same rate, the etch has little selectivity for oxide rather than silicon. However, om.og 
reactive ion etching, a protective polymer layer is formed on the sldewalls and bottom of the Q»owiog 
opening; such a polymer Is formed from carbon and fluorine and generally contains about 30% of o<wt>jr> 
and about 60% of fluorine. 

This polymer however is dissociated in the presence of fluoring atoms. What would be desirable is w 

55 form a carbon-rich polymer containing over about 50% of carbon and less than about 40% of fluorine w« 
havo Touno Uiat ff a ocavongar for fluoride ion© i© pieced In th* reocte*-, fowcrr froo fluoride Ion* «r* p. 
in the plasma and fewer C-F bonds will be formed in the polymer film. Some success in prior art reactor 
has been obtained by adding a scavenger for fluoride ions to the plasma itself, such as silano oi 
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organosilanes, to provide free silicon in the plasma. However, since many different plasma ions are thus 
formed, the process is essentially "dirty", the nature of the etchants and polymers are diverse and non- 
uniform and thus the process is not entirely reproducible. Thus the present apparatus, which provides a 
"clean" source of silicon to scavenge free fluoride ions, is advantageous. 

6 In accordance with the invention, such a fluoride ion scavenger is a reactant for fluoride, which 
preferably is a source of silicon near or in the plasma The fluoride scavenger can be a pure silicon, such 
as single crystal silicon, polysilicon, or a compound such as silicon carbide and the like, or preferably, the 
third electrode can be made of silicon or a silicon-containing material. Graphite can also be used to 
scavenge fluoride ions; for example, the third electrode can be made of graphite. 

to During plasma etching in the present chamber, the oxygen present in silicon oxide films readily etches 
the polymer formed on the sidewalls and the bottom of the growing trench. However, when the trench depth 
reaches the polysilicon or other non-oxygen^containing substrate, no oxygen is present and the polymer 
remains on the polysilicon surface, protecting it from further etching. 

The preferred etchants herein are fluorocarbons such as CF*. CaFe and C 3 F a , which generate only 

15 carbon ions and fluoride ions. Other known fluoride etchants, such as CHFs. are less preferred because 
they also generate hydrogen ions in addition to carbon and fluorine ions. 

Thus in accordance with the present invention very high selectivity between an oxygen-containing layer 
and a non-oxygen-containing substrate or underlying layer, can be obtained, almost up to infinity, because 
carbon-rich polymer films do not decompose on the silicon surface or non-oxide containing substrates or 

20 layers in the absence of oxygen. These polymers are sensitive to oxygen, and when no oxygen is present, 
such as when the etchant has reached a non-oxygen-containing substrate, reduced decomposition of the 
polymer takes place and when coupled to a plasma with a reduced number of fluorine ions, a comparatively 
inert polymer passlvating layer is formed that protects the underlying layer. 

Preferably the silicon source is placed near where the plasma is generated, so that silicon can 

25 scavenge fluoride ions as they are formed, and fewer fluoride ions will react with the surface of the 
substrate to be treated. For example, a silicon mesh can be suspended in the plasma area, or silicon can 
be placed near the wails or top of the reactor as part of the rf source. A silicon source can also be 
suspended near the surface of the substrate, but polymers having higher fluoride content may result. 

"me silicon source can also be placed outside of the plasma area of the reactor, in which case it can be 

3D heated to a temperature that will form silicon ions to scavenge Fluoride ions, e.g., at least about 150°C or 
higher. In that case, a means of regulating the temperature of the silicon source will also have to be 
provided in the reaction chamber. 

When the present reactor is employed as a deposition chamber to deposit various films, additional 
advantages are obtained. For example, after a trench or opening is made in a substrate, the opening or 

as trench is filled with another material, as to form conductors or separation of one device from another in a 
substrate. The opening in a substrate for example can be filled in with silicon oxide using silane and 
oxygen. This requires careful control of the deposition rate to avoid the formation of voids at the bottom 
corners of the trench, or in the center of the deposit. TTils latter phenomenon is well known and has been 
addressed with respect to ECR processing. To avoid this problem it is known to sputter the top of the 

40 trench away with argon prior to deposition, i.e., faceting the top of the trench or opening, thereby opening 
the top of the trench so that it can be filled in without closure around a void. However. ECR processing is 
disadvantageous because very low pressures are used, on the order of 0.266 - 0.4 Pa (2-3 mtorr), to 
maintain a high ion density, ton density in an ECR is highly pressure dependent; it is maximized at about 
0.133 - 0.26B PA (about 1-2 mtorr), and fails off rapidly al pressures of 0.66 - 1.33 Pa (5-10 mtorr). Thus 

4$ large amounts of gases must be supplied to the ECR and large vacuum pumps are required to carry excess 
gases away. 

The present apparatus, which forms an inductive plasma, maintains a high ion density up to a pressure 
of about 4 Pa (about 30 mtorr). Thus much higher pressures, i.e., about 2-4 Pa (about 15-30 mtorr), can be 
maintained in the present inductively coupled plasma and concomitantly, less gas is required to be supplied 
50 to the reactor, and smaller vacuum pumps are needed to pump away by-product and excess gases than 
the 0.133 - 0.266 Pa (1 *2 mtorr) pressure operation required for deposition in an £CR. 

Thus the present apparatus provides trench filling results that are equivalent to those obtained in an 
ECR but in a simpler and less expensive manner. Because of its low temperature operation and ability to 
regulate the ion density of the generated plasma at low pressure, a similar process can be carried out in the 
56 present apparatus without the need for large amounts of gases or large vacuum pumps. Thus tho 

Introduction of suitable AitlOuntd Of 3lt©r>o, oxygon and argon, tor example, In th» r*actor, can term a ptaa^a 

that simultaneously sputters off the top sidewail of the trench, and fills in the trench with silicon oxide. The 
formation of voids within the silicon oxide deposit is avoided and the shaping of the top of the trench and 
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deposition or filling in of the trench occurs in a single step process. 

As alluded to above, various types of gases selected from etchant and deposition species, passivation 
species, diluent gases, etc., can be supplied to the chamber via one or more of the sources G1 through G3. 
to satisfy the requirement* of particular etch and deposition processes and materials. For example, the 
present inductive source antenna 30 provides a very high density plasma and is very effective in 
dissociating the gases in the dome source region 16A of the chamber. As a consequence, when a polymer- 
forming species is supplied to the dome via Q1. or G2, the highly dissociated species may coat the interior 
of the dome at the expense of coating the polysilicon and/or may be so fully dissociated that It does not 
adhere to the polysiiicon surface which is to be protectively coated. A solution is to inlet etchant species 
such as CaF& or CFi into the source region 16A via G1 or G2 or via Gl and G3 and provide silicon 
scavenging of fluoride ions to form a carbon rich polymer preferentially on the substrate. 

Because of the high dissociation of the gases in the source region, fluorine-containing gases (even 
those in which the fluorine is tied up with carbon) typically produce free fluoride ions which etch silicon and 
silicon oxide equally and. thus, reduces the etch selectivity for oxide. When high selectivity is required, in 
additional to providing a silicon source in the plasma, a silicon-containing additive gas can be injected to 
further scavenge the free fluoride ions and diminish etching of non-oxygen-containing substrates. The 
etchant gas and the silicon-containing additive gas can be introduced separately via Gl and G2 or can be 
introduced as a mixture via G1 and/or G2. Suitable fluorine-consuming silicon-containing additive gases 
include silane (SiHO, TEOS. diethylsilane and silicon tetrafluorlde (SiF*). 

The fluorine-consuming silicon source and polymer-forming additive gases can be used together in the 
same process to jointly enhance etch selectivity. 

3. DIFFERENTIAL PUMPING 

PIG. 3 depicts an alternative vacuum pumping configuration. In addition to the vacuum pumping system 
21 which is connected to or near the bottom of the chamber, a vacuum pump 39 Is connected via line 38 to 
the source region 16A inside the dome t7. The flow rates of the pumping systems 39 and 21 are selected 
so they generate vertically across the source region 16B a pressure differential, AP p ,which <1) opposes the 
transport of uncharged particles from the source 18A to the substrate 5, yet (3) is of lesser magnitude that 
the force, F h , exerted by the bias vottage on charged particles such as electrons and ions. As a 
consequence of AP P , uncharged particles such as radicals do not reach the substrate 5, but rather flow 
predominantly out of the top vacuum connection line 38. As a consequence of F oc , > AP P , charged 
electrons and ions flow predominantly to the processing region. This approach is useful, obviously, where it 
is desired to selectively keep uncharged particles, but not ions, out of the substrate processing region. That 
situation occurs, for example, (1) during etching which uses polymer-forming gas chemistry, but polymers 
are formed in the source region which adhere to the chamber sidewalls and/or do not adhere well to the 
desired substrate surface and/or (2) when fluorine radicals are formed in the source region. 

4. RF POWER, ANTENNA AND BIAS SOURCES 

1) . Top or Antenna Source 

Referring to FIG. 1, preferably, the operating frequency of the RF power supply 31 for the top source 
18A is selected to provide a dense plasma, to minimize damage to sensitive devices and to provide 
efficient inductive coupling of the RF power to the plasma. Specifically, the upper frequency of the 
operating range is limited to minimize "current-induced" damage. The lower limit of the operating frequency 
is selected for efficiency of RF power coupling to the plasma. Suggested limits are given above. 

2) . Bottom or Bias Source 

The AC power supply 42 for the substrate support cathode 32C, capacitively couples RF power to the 
plasma, thereby effecting control of various factors including cathode sheath vottage end ion energy, which 
are controlled independently of the plasma density control effected by the high frequency power. The bias 
frequency is selected to achieve a number of objectives. First, the upper frequency limit Is selected to 
prevent current-induced charge-up damage to sensitive devices. A lower frequency is selected in part to 

proctudo voltage-induced dam ago. Lower frequency bras *J«0 yields higher substrate sheath voltages pei 

unit bias power (less heating) of substrates and contributes less to plasma density and, thus, affords better 
independent control of ion density and energy- However, too low a bias frequency allows ions to follow me 
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RF component of the substrate sheath electric field, thereby modulating ion energies. The result would be a 
higher peak-to-average energy ratio and wider (peak-to-peak) ion energy distribution. Very low Was 
frequency causes insulation charge-up, Inhibiting ion-induced processes during part of the bias frequency 
control. 

6 We have discovered that, conveniently, as noted hereinabove, the above considerations can be satisfied 
using bias frequency ranges which correspond to the source frequency ranges as set forth hereinabove. 

3). Combined Operation of Antenna and Bias Sources 

io A preferred feature of the invention Is to automatically vary the bottom of the bias power supplied by 
the AC power supply 42 to maintain a constant cathode sheath voltage. At tow pressures (<6B.S Pa (<500 
mtorr)) In a highly asymmetric system, the DC Was measured at the cathode support 32C is a close 
approximation to the cathode sheath voltage. The bottom power can be automatically varied to maintain a 
constant DC bias. The bottom or bias power has very tittle effect on plasma density and ion current density. 

is Top or antenna power has a very strong effect on plasma density and on current density, but a very small 
effect on cathode sheath voltage. Therefore, it is desired to use the top power to define plasma and ion 
current densities, and the bottom power to define cathode sheath voltage. 

Because the radio frequency of the source 31 driving the antenna 30 is nonetheless much lower than 
the frequencies used in microwave or microwave-ECR applications, the optional smaller magnets operated 

20 at lower OC current by less expensive power supplies can be used, with associated smaller heat loads. In 
addition, as is obvious from the above discussion, co-axial cable such as 31C can be used Instead of wave 
guides. In addition, the plasma non-uniformities caused by the E x B electron drift in other magnetic- 
enhanced or assisted systems are absent here, because the applied magnetic fields (both the magnetic 
component of the RF field applied via the antenna 30 and any Static magnetic field applied by magnets 81) 

25 are substantially parallel to the electric field at the cathode. Thus, there Is no E x B drift in the system. 

A magnetic shunt path formed with a high permeability material may be used to allow a B field in the 
source (upper chamber 16 A) but not at the substrate. 

Optionally, permanent or electromagnets may be placed in a multi-polar arrangement around the lower 
chamber 168, typically in an alternating pole north-south-north-south..,north-south arrangement, to generate 

30 a multi-cusp magnetic mirror at the source and/or chamber walls. The magnets may be vertical bar 
magnets or preferably horizontal ring magnets, for example. Such magnets may be used to reduce electron 
losses to the walls, thus enhancing plasma density and uniformity, without subjecting the substrate to 
magnetic fields. 

3s 4) Combination and Synchronism of RF Sources 

As indicated above, the preferred frequency of operation of the top or antenna RF source and the 
preferred frequency of operation of the bottom or bias RF source both fall conveniently into the same range. 
One optional configuration approach is to combine these two RF sources into one single source, instead of 

40 using two separate sources. More generally, the possibilities are to supply all three RF signals (including RF 
bias to the third or top electrode) from a single source, or to use one source for the antenna and bottom 
bias and a second source for the third electrode; or to use three separate RF sources. To the extent that 
separate sources are used, additional considerations are whether the separate RF signals should be equal 
in frequency, and, if so, whether they should be locked in some desired phase relationship. Preliminary 

45 study indicates that the answers to these questions depend primarily on the selected frequencies of 
operation. If a single frequency can be conveniently chosen for two or three of the RF sources, and if the 
frequency is unlikely to be changed for different processes for which the present apparatus is used, then a 
single RF source is the logical choice. 

However, it different frequencies are needed for the RF sources, based on the considerations discussed 

so in subparagraphs 1-3 above, or if the frequencies may need to be changed for use in different processes, 
then separate RF sources will be needed. In the case where there are separate sources, and the 3ame 
frequency is selected, phase locking is probably not an issue except at relatively low frequencies, such as 
below a few hundred kitohertz. For example, the sources may be synchronized such that the phase angle 
between the RF voltage input to the antenna, and the RF voltage input to the bottom or substrate electrode 

55 is maintained at a constant value that is chosen to optimiie process repeatability. At higher frequencies, 

Qporortioii *pp^«re *o t>o Indopondont of pKas* or frat^uoncy locking. 
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5. ANTENNA TUNE AND LOAD 

1) Tuning 

Typically, the antenna 30 is tuned to resonance by <1) varying the frequency of the generator 31 to 
resonate with the antenna; or (2) a separate resonating element, connected to the antenna for tuning to 
resonance. For example, this tuning element can be a variable inductance^o-ground or a variable 
capacitance-to-ground. 

Please note, inductive and capacitive tuning decreases the resonant frequency. As a consequence, it is 
desirable to build the system to the highest desirable resonant frequency to accommodate the decrease in 
resonant frequency when using capacitance or inductance tuning variables. 

Automatic tuning Is preferred and may be executed by using an impedance phase/magnitude detector 
to drive the tune/load variables. See FIG. 16 and Section 9. Alternatively, a reflected power bridge or VSWR 
bridge may be used to drive both tune and load variables, but iteration is required. 

2) Loading 

Conductive, capacitive or inductive load means L can be used to match the source antenna 30 to the 
impedance of the RF generator 31 and the connecting co-axial cable 31 C. For example, a tap or wiper may 
be ohmicalry contacted to the antenna close to or at the 50 ohm or 300 ohm or other generator output 
impedance location along the antenna. Alternatively, a variable inductance or a variable capacitance may be 
connected to the generator output impedance point 50 on the antenna. 

3) . Tune and Load Circuits 

Referring to FIGS. 4 and 9. preferably, a tuning means T Is provided which is integral to the source 
antenna 30 to tune the source to resonance. Also, integral load means L is provided to match the input 
impedance of the source antenna 30 io the output impedance of the associated power generator 31 (or 
transmission line 31 C). Referring to FIG, 4, in one aspect, the tune means T Is a variable capacitance which 
is electrically connected between one end of the antenna 30 and RF ground- 

As shown in FIG. 5, in another aspect the load means L may be a variable capacitance which is 
electrically connected between one end of the antenna and RF ground. Also, the load means may be a 
variable position tap 60 which applies RF input power to the antenna. See FIG. 6. 

In a preferred combination shown In FIG, 7, the tuning means T is a variable capacitance which is 
electrically connected between one end of the antenna 30 and RF ground and the load means L is another 
variable capacitance which is electrically connected between the other end of the antenna and RF ground. 
In this arrangement, the RF input power can be applied to the antenna 30 via a tap, that Is, by a tap 60 
applied along the antenna 30 or at either end thereof. See FIG. 8. Alternatively, the RF power input 
connection 66 can be positioned at substantially the connection between the load variable capacitance L 
and the end of the antenna 30, as shown in FIG. 9. 

6. SQURCE/BIAS PROCESS CONTROL 

The invention also incorporates the discovery that the etch rate of materials such as silicon dioxide is 
increased and the etch selectivity of silicon dioxide relative to materials such as silicon is increased by 
using a sufficiently high bias voltage to provide a high silicon dioxide etch rale and periodically pulsing the 
bias voltage to a low value. 

1) Pulse/Modulated Bias-Enhanced Etch Rate and Selectivity 

Referring to FIG. 10, typically the etch rates of materials such as silicon dioxide. SiOa. increase with the 
bias voltage. Thus, increasing the bias voltage increases the etch rate of the oxide. Unfortunately, however, 
the etch rates of associated materials in the integrated circuit structure such as silicon/polysmcon also 
increase with the bias voltage. Thus, the use of a bias voltage of sufficient magnitude to provide a very high 
silicon dioxide etch rate also effects a silicon etch rate which (although it may be somewhat lower than the 

onido otch ceto) Is wndonifAbly High and raduCM «*t©ctivity. Quito obviously, when etehina silicon dtaxida It 

is highly desirable to have the high oxide etch rate characteristic of high DC bias voltages, V h , combined 
with the relatively low silicon etch rate characteristic of low DC bias voltages. Vi, and, thus, high oxide 
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selectivity. t t 

Referring to DC bias voltage wave form 70 In FiG. 11, the seemingly contradictory goals expressed m 
the previous paragraph of combining the V h and Vi characteristics are, in fact achieved in polymer-forming 
etch processes (those processes which form an etch-suppressant polymer on materials Such as silicon) by 

6 using a high base line DC bias voltage. V hl and periodically puising or modulating the voltage to a low 
value, Vi, V> is at or below the cross-over point/voltage 68. FIG. 10, between siUcon etching and silicon 
deposition, yet is at or above the oxide cross-over point/voltege 69. As a result, a protective polymer is 
deposited on the silicon to suppress etching thereof during return to the high rate etch voltage. V h . but no or 
insufficient deposition occurs on the oxide to significantly suppress the etching of the oxide at V h . 

ro Preferably, Vi is characterized by deposition on the polysilicon. but at least slight etching of the oxide. 
In a presently preferred embodiment, the values of the parameters, V h (the high DC bias voltage), Vi (the 
low DC bias voltage), P« (the pulse width o» the tow voltage, Vi). and P, p (the pulse repetition rate or 
combined width of the tow voltage and the high voltage pulses) ere, respectively, -400 V. -225 V. about 0.1 
seconds, and about 1 second. 

16 

2) Dual Frequency Bias 

An attemattve approach is depicted by DC bias voltage wave form 71 in FIG. 12. A relatively low 
frequency voltage variation is superimposed on the basic bias voltage frequency. For example, a slow 

20 Frequency, Tj, * 25 KHz (preferably, 5-10 KHz) may be superimposed or mixed with the base radio 
frequency, Ti , S 2 MHz. Silicon oxide is an insulator; siiicon/polystlicon, typically, has only a very thin native 
oxide layer. Thus, the low frequency T 2 DC bias voltage variations are not seen at the oxide surface 
because it charges up. However, the essentially uninsulated polysilicon responds to the low frequency T 2 in 
a manner similar to that described previously by forming a protective layer during me low voltage excursion 

25 72 (Vi) of the low frequency. T 2) cycle. This low frequency-formed layer inhibits etching during the variable 
high voltage excursions 73 of the high frequency, T, f cycles. As mentioned, the insulating nature of silicon 
dioxide prevents etch suppressing deposition thereon during the low voltage excursions of T 2 and the oxide 
etch proceeds unabated during the high voltage portions of the Ti cycle. 

In short, a protective layer is formed on the silicon during the low voltage excursions 72 of the low 

jo frequency cycle, T 2) suppressing silicon etching during the high voltage excursions 73 of the high 
frequency cycle, Ti, which etches the oxide rapidly without deposition suppression. The result, similar to 
that for the pulse/modulated approach described above, is a high silicon oxide etch rate, a relatively low 
overall polysilicon etch rate and high etch selectivity for oxide. Please note, the pulsed/modulated approach 
is presently preferred to the dual frequency bias approach because of the precisely controlled nature of the 

36 former approach. 

7, FARADAY SHIELD 

Consider the typical antenna 30 coll configuration with the load capacitor L at the input end and ma 

40 tuning capacitor T at the far end and with the voltage relatively low at the input end and much higher at me 
far end. The bottom coil turns, which are closer to ground, ere connected to the low voltage RF input 
Typically, a plasma is struck by the electrostatic field associated with tha relatively high voltage turns near 
the tuning end, which initiates the plasma by electrostatically initiating breakdown of the gas. Following 
initiation of breakdown, the coupling to the plasma becomes mainly electromagnetic, that is inductive. Socn 

45 operation is well known. Under steady state conditions, typically both electrostatic coupling and electromag- 
netic inductive coupling exist. Although the electromagnetic coupling dominates, some processes may oe 
sensitive to me electrostatic field. For example, etching of polysilicon requires low energy particles and tow 
energy bombardment to avoid etching of oxide. 

Referring to FIGS. 1 and 15, to decrease the steady state electrostatic field, the chamber optonany 

so incorporates a Faraday shield 45. In one embodiment shown in FIG. 15A, the structure is what we term a 
"single" Faraday shield 4SS comprising a cylindrical array of grounded spaced, axially extending oosts -v 
Pars, etc., surrounding the dome walla 17W and the antenna 30, The single shield may vary from .*g« 
spacing configurations to those having very small gaps between the shield sections. 

FIG. 1SB depicts a so-called "full" Faraday shield 4SF comprising a pair of concentric shields spac«c 

s$ so that the bars of one overlap the gaps of the other and vice versa. This precludes line of sight patrs rot 

mo OlOCtriC fipW lines through thQ «h*ld and thereby »hu*te tha electroatatio fifrld. 

Although various configurations of the Faraday shields 45S and 45F are possible, the presently 
preferred configuration is the outwardly flanged, electrically conductive, open-ended cylinder configurator*- 
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depicted in vertical cross-section in FIG. 1. The single or double watt apertured field surfaces 46, 47, 48 
extend around the top, inner (source) and bottom sides, respectively, of the antenna 30 while a ground side 
49 (which may be solid) is positioned at the outside of the antenna 30. This configuration allows the axiaHy- 
directed, magnetic component of the em wave from the antenna 30 to induce closed loop electric fields in 

s and parallel to the plane of the antenna 30, which generate the plasma. However, the shield 45 capacitiveiy 
shunts the direct electric field component to grown* and prevents the direct electric field component of the 
high frequency electromagnetic energy from coupling to the plasma. Without the shield 45. the varying 
voltage along the antenna 30 would couple to the plasma in accordance with Maxwell's equations for 
capacitive displacement current coupling. This may Induce noreunitormities end gradients in the plasma 

10 density and in the energy across the substrate 5 and result in process non-uniformity and high energy 
charged particles. Faraday's Law expressed in integral form requires that a changing magnetic field through 
a surface results in closed electric fields in that surface- Maxwell's equations that describe the phenomenon 
in differential form specify that the curl of the induced electric field ia proportional to the negative time rate 
of change of the magnetic field. For sinusoidal excitation, the curl of the induced E is proportional to the 

is radiant frequency of the changing B fietd as well as its peak amplitude. 

In short, a discontinuous or slittad or sectioned Faraday shield minimises the shorting effect of the 
shield on the changing em field from the coil, reduces eddy current losses, and allows coupling of the radio 
frequency, axlally directed fringing magnetic field to the plasma tor inducing closed loop electric fields 
which generate the plasma, but precludes direct coupling of the electric field (which varies along the 

so antenna) to the plasma and. thereby, precludes any associated loss of plasma uniformity and process 
uniformity for high energy charged particles, 

8. MAGNETIC FIELD CONFINEMENT AND ENHANCEMENT 



25 1 ) Confinement 

To reduce losses (decreased plasma density) at the walls 17W of the cylinder/dome source, e magnetic 
arrangement is provided which generates a peripheral annular (shallow) field. In a preferred arrangement, 
shown in the FIG. 13 horizontal section representation, this field is provided by a closely-spaced "bucket" 
w or cylindrical mufti-polar array of axially-oriented permanent magnets or electro-magnets 76-76, each of 
which is magnetized across its small dimensions to form a closed, alternating pole, peripheral -N-S-N-S- 
magnetic field B. The multi-poler array generates a multi-cusp magnetic mirror 77 at the dome wall. 
Alternatively, the array may be horizontal ring magnets. Such magnets reduce electron losses to the waits 
17W, thus enhancing plasma density and uniformity without subjecting the substrate to magnetic fields, 
as Optionally and similarly, permanent or electromagnets may be positioned in a multi-polar enray around 
the lower chamber 16A. typically in the alternating pole nortthsouth-north-south. -.north-south arrangement, 
to generate a multi-cusp magnetic mirror at the chamber walls. The magnets may be vertical bar magnets 
or preferably horizontal ring magnets, for example. Such magnets may be used to reduce electron losses to 
the walls, thus enhancing plasma density and uniformity, without subjecting the substrate to magnetic fields. 
ao In addition, a radial array of magnets can be mounted on the top of the dome or on the top plate 17T of the 
cylindrical source to reduce losses at the top. 

Referring to FIG. 3, in another aspect, the plasma in the substrate processing region 16B can be 
decoupled from the plasma in the generating or source region t6A by positioning a generally planar grid of 
magnets at the bottom of the source region/top of the processing region. The magnetic grid comprises 
4fi closely-spaced generally parallel magnetic bars 78-78 which, like the above-described bucket arrangement, 
are magnetised NS across their small dimension to provide a planar configuration -NS-NS-NS- magnetic 
field with the field lines originating at one bar and terminating at the next. The resulting generally planar 
magnetic filter 79 across the opening 15 of the source confines the magnetic field to the plane7region of the 
plate and does not penetrate into either the source or substrate region. 
50 Due to the relationship F ~ qV x B, high energy/high velocity electrons in the source are bent back or 
repelled by this magnetic filter 79 to a greater extent than are ions, and are not able to penetrate to the 
substrate processing region. This reduces the density of high energy electrons In the processing reckon 
16B and decreases the plasma density in that region. The processing end source regions are decoupled 
This filter magnetic confinement approach is particularly useful for decoupling the plasma region in a 
ss compact system. That is, it is useful, for example, for providing a high radical density without high >on 
density ei me suDatratc, while retaining comppctnco*. in oonimt, th- corw*niio*»l «p P ro-cK would require 
increasing the distance between the substrate and the source to the detriment of compactness, in one 
preferred arrangement, the niter magnetic confinement is implemented in a machined aluminum plate 
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having hollow bars for air cooling and tang thin magnets therein. 

The bucket magnet confinement arrangement and the filter magnetic confinement arrangement can be 
used together. 

6 2) Enhancement 

As mentioned above, one or more (preferably, at least two) permanent or electromagnets 81-81. FIG. 3, 
may be used to define a static, generally axial magnetic field orthogonal to and through both the horizontal 
plane of the antenna coils and the electric fields induced by the <adio frequency RF radiating antenna. 
10 Preferably, as described below, one of three field-types is used: uniform, divergent or magnetic mirror. 

Referring to FIG. 14A, a homogenous, axial uniform magnetic field 62 applied orthogonally to the 
substrate 5 by the magnets 81-81 restricts the motion of the electrons to the walls. Because of the inability 
of ions to follow high frequency field variations, the ions follow the electron deficiency, and are concentrated 
in the plasma over the substrate. For maximum efficiency, this and other static magnetic fields can be 
75 tuned to resonance with the high frequency electromagnetic field: omega - 2 * F = Ba/m, where B is the 
magnetic flux density and e and m are the electron charge and mass, respectively. 

An axially divergent field B3 is depicted schematically in FIG. 14B. By the conservation of magnetic 
moment, the axiai gradient of the magnetic field converts circular translational energy to axial translation^ 
energy and tends to drive the electrons and ions from the stronger field regions to the weaker regions 
to thereof. (Diverging magnetic fields can be used to push the electrons and ions from the plasma generating 
regions and to concentrate the plasma at the substrate. 

Referring to FIGS. 14C and 14D. there are shown, respectively, a bulging or aicfing magnetic field 84 
{FIG. ISC) and a cusp-shaped or opposing field 85 (FIG- 15D). The effect of each of these so-called 
"magnetic mirror 0 fields is similar to that of the axially divergent field: charged particles are driven from the 
as relatively strong field regions (the ends here) toward the relatively weak central region. 

Selectively positioning the magnet(s) and selecting and varying the strength of the fields provided by 
the single magnet or cooperating magnets shapes the associated uniform, diverging, or magnetic mirror 
field in controlled fashion to increase the density of the plasma at the substrate. For magnetic mirror fields, 
the preferred substrate position for maximum plasma density enhancement is closely adjacent to or at the 
30 bulge or cusp, to provide maximum plasma density enhancement- 
It may be desired to use an axial magnetic field at the volume of the antenna to enhance plasma 
generation, but to eliminate the magnetic field at the substrate. An annular disk of high magnetic 
permeability materials (such as nickel or steel or sort iron) may be interposed below the magnet(s) and the 
plane of the antenna but above the substrate 5. 



3$ 



3. Extraction 



An appropriate magnetic field can be used to extract ions and electrons toward the substrate. 
40 9. CONTROL SYSTEM 

The following descriptions are used here in reference to the control system depicted in FIG. 16: 

Psp: Power set point 
45 P f : Forward power Measured by directional coupler located 

at/inside power supply 

P r : Reflected power 

6o | Z | : Magnitude of impedance 

<phi: Phase of impedance 

Tsp: Tune set point 



55 
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Lsp: Load set point 

Tfb: Tune feedback (measured) 

Lfb: Load feedback (measured) 

s 

FIG 16 is a block diagram of an exemplary system for controlling the various components including the 
power supplies. Here, a system controller 86 is interfaced to the antenna power supply 31. an impedance 
bridge 87, the antenna 30, a bias power supply 42, an impedance bridge 88, the matching network 43. and 

}Q the cathode 32. The process parameters antenna power and DC bias, selected for ion (lux density and ion 
energy, are supplied as input to the controller 68. The controller 86 may also control other parameters such 
as gas flow(s). chamber pressure, electrode or wafer temperature, chamber temperature, and others. The 
controller 86 may preset initial tune, and loadi conditionsby issuing signals on Tsp, and Lspi lines 
connected to the antenna 30. T*e controller 86 may also preset initial tune? and loada conditions by issuing 

75 signals on Tspa and Lsp a lines connected to the matching network 43. Typically, these conditions are 
selected to optimize plasma initiation (gas breakdown). Power may be applied first to either the antenna 30 
or to the cathode 32. or applied simultaneously to both. The controller 86 issues power set points on the 
Pspi line to the antenna power supply 31 and on the Pspz tine to the bias power supply 42 simultaneously 
or sequentially (in either order). 

20 Avalanche breakdown occurs rapidly in the gas. generating a plasma. The controller 86 monitors 
forward power (P n ) and reflected power <P rt ) to/from the antenna 30, and monitors forward power (Pf 2 ) and 
reflected power (P r2 ) to/from the cathode 32. DC bias (cathode to anode DC voltage) is also monitored as 
shown by the controller 86. The controller 86 adjusts the coil tun* and loadi parameters by issuing set 
points on lines Tspi and Lspi, based on either (a) forward power P„ and reflected power P tU or (b) 

as impedance magnitude !Z, : and impedance phase <phii. The bridge 87 furnishes impedance magnitude 
and phase angle information to the controller 86. The antenna 30 is matched when reflected power P r i is 
substantially zero and when the impedance (magnitude and phase iZi :<pW) is the complex coniugaie of 
the coil power supply output impedance. (The zero reflected power condition and the conjugate impedance 
condition occur simultaneously, so either reflected power may be minimized or impedance may be 

30 matched, with the same resutt. Alternatively, VSWR (voltage standing wave ratio) or reflection coefficient 
may be minimized). The controller 08 adjusts the cathode 32 and the matching network 43 tune 2 and loada 
parameters by issuing set points on the Tsp 2 and Lspz lines, based on either (a) forward power p« and 
reflected power 9* or (b) impedance magnitude : Zi : and impedance phase <phi 2 . The bridge 88 furnishes 
impedance magnitude \2*\ and phase <phi 2 information to the controller B6. Matching occurs when, 

35 similarly to antenna matching, reflected power P, 2 is essentially zero, and when impedance (magnitude and 
phase : Zi : <phi z ) is the complex conjugate of the bias power supply 42 output impedance. The DC bias is 
monitored by the controller 86, which varies the bias power supply's output power to obtain the desired 
measured DC bias. The controller 86 subtracts the measured value of DC bias from the desired value of DC 
bias. If the difference is negative, the bias power supply 42 output is increased. If the difference is positive, 

40 the bias power supply output is decreased (higher bias power supply output generates a more negative DC 
bias). Proportional, proportional-integral, or proportioneMntegral-derivatlve control or other control may be 
used in accordance with this method. 

Alternatively, instead of the preferred embodiment of adjusting bias power supply 42 output to maintain 
a constant DC bias, a constant bias power supply output may be used. 

45 In addition to the DC bias servo-matching technique discussed above, automatic tuning can also be 
accomplished by servoing to the peak-to-peak RF voltage. This latter approach may be advantageous, tor 
example, in certain etch processes which require sufficient conductive surface area in the cathode and 
anode to provide current to drive the instrumentation. The use of polymer coating techniques may passivate 
these conductive areas and prevent the current from saturating the instrumentation and obtaining a valid 
eo reading. In contrast the peak-to-peak RF voltage approach is unaffected, especially at the low frequencies 
associated with the preferred frequency ranges. Measurements can be taken at the matching network 43 
close to the chamber rather than at the cathode. 

The controller 86 may be a central controller, or a distributed system of controllers. 
The turn-on/turn-off sequence may be important for sensitive wafer device structures. Generally, it is 
55 preferred to turn the source on first and off last, since sheath voltage change is minimized with such a 
memoa For oomo application*, it m*y *x> pref»rr»d to turn bias on fir*. 
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10. TRANSMISSION UNE STRUCTURE 

As described In detail in the referenced European patent application 91112917.9, proper co- 
axial/transmission line design requires both a feed via a low characteristic impedance, a short transmission 
line from the matching network to the wafer and a return path along the transmission line. This design 
requirement is satisfied by the integral transmission line structure 32 depicted in FIG. 1 which comprises 
the cathode 32C, concentric annular conductor 320, and a non-porous low loss insulator 32fc which 
surrounds the cathode 32C and insulates the cathode from the concentric annular conductor 320 and 
displaces process gases which otherwise might break down. For example. Teflon™ or quartz materials are 
preferred because they have high dielectric strength, low dielectric constant and low loss. The input sidB of 
this structure is connected to the matching network in a manner described below. The insulated cathode 
32C and the outer conductor 320 provide separate current paths between the matching network 43 and the 
plasma. One reversible current path is from the matching network along the outer periphery of the cathode 
32C to the plasma sheath at the chamber (electrode) surface. The second reversible path is from the 
plasma along the upper inside section of the chamber walls 12 then along the conductive exhaust manifold 
screen 29 and via the inside of the outer conductor 320 to the matching network. Please note, the exhaust 
manifold screen 2d is part of the uniform radial gas pumping system, and the return path for the RF current. 

During application of alternating current energy, the RF current path alternates between the directions 
shown and the reverse directions. Due to the co-axial cable type of construction of the transmission line 
structure 32 and, more specifically, due to the higher internal impedance or the cathode 32C (relative to the 
outside thereof) and the higher impedance toward the outer surface of the conductor 320 (relative to the 
inner surface thereof), the RF current is forced to the outer surface of the cathode 32C and to the inner 
surface of the outer conductor 320, in the manner of a co-axial transmission line. Skin effect concentrates 
the RF current near the surfaces of the transmission line, reducing the effective cross-section of the current 
path. The use of large substrates, for examples, silicon wafers 10.16 - 20.32 cm (4 - 8 inches) in diameter, 
and the commensurately large diameter cathode 32C and large diameter outer conductor 320. provide large 
effective cross-section, low impedance current paths along the transmission line structure. 

Also, if the co-axial-type transmission line structure 32 were terminated in a pure resistance equal to its 
characteristic impedance ~U, then the matching network would see the constant impedance Z* t independent 
of the length of the transmission line. However, such is not the case here, because the plasma is operating 
over a range of pressure and power, and comprises different gases, which collectively vary the load 
impedance Z, that the plasma presents to the end of the transmission Hne 32. Because the load Zi is 
mismatched from the non-ideal (i.e.. non-lossless) transmission line 32, standing waves present on the 
transmission line will increase resistive, dielectric, etc., losses between the transmission line and the 
matching network 43. Although the matching network 43 can be used to eliminate any standing waves and 
subsequent losses from the input of the matching network back to the amplifier or power supply 42, the 
matching network 43. transmission line feed 32 and plasma Inside the chamber comprise a resonant 
system that increase the resistive, dielectric, etc.. losses between the transmission line 32 and the matching 
network 43. In short, the load impedance Zi will be mismatched with losses, but losses are minimum when 
Z y ~ Z 0 . 

To diminish the losses due to the load mismatch, the co-axial-type transmission line structure 32 is 
designed to have a characteristic impedance Z 0 that is best suited to the range of load impedances 
associated with the plasma operation. Typically, for the above-described operating parameters (example: 
Dias frequency range approximately 0,3 to 3 MHz) and materials of interest, the series equivalent RC load 
impedance. Zi , presented by the plasma to the transmission tine will comprise a resistance within the 
approximate range 10 ohm to 100 ohms and a capacitance within the approximate range 50 pico farads to 
perhaps 400 pico farads. Consequently, as the optimum, a transmission line characteristic impedance Z p is 
selected which Is centered within the load impedance range. i.e., is approximately 30 to 50 ohms. 

It is necessary that the transmission line 32 be very short in order to avoid transformation of the plasma 
Impedance that the matching network sees. Preferably, the transmission line is much less than a quarter 
wavelenQth, K/4, and. more preferably, ia about (0 05 to 0.1) 

Also, for efficient coupling of power, the inside diameter (cross-section dimension) of the return 
conductor 320 should not be significantly larger than the outside diameter (cross-section dimension) of the 
center conductor 32C. 

In short, the chamber incorporates a transmission line structure that couples power from the matching 
network 31 lO tne plasma. Thai iransmlwton line structure (1) preferably ia v.ry ahort compered to a quartar 
wavelength at the frequencies of interest or, alternatively, is approximately equal to an integral half 
wavelength, to prevent undesirable transformation of the plasma impedance; (2) has a characteristic Z 0 
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selected to suppress losses due to the presence of standing waves on the line between the plasma ana" the 
matching network; and (3) uses an outside conductor path cross-sectional dimension which is not 
substantially larger than that of the center conductor. 

1 1 . CHAMBER TEMPERATURE CONTROL 

Temperature control features which may be incorporated in the reactor chamber system 10 include, but 
are not limited to the use of a fluid heat transfer medium to maintain the internal and/or external 
temperature of the gas inlet manifolds above or below a certain value or within a certain range; resistive 
heating of the cathode 32C; fluid heat transfer heating or cooling of the cathode 32C: the use of oas heat 
transfer medium between the substrate 5 and the cathode 32C: the use of a fluid heat transfer medium to 
heat or cool chamber walls 12-14 and/or dome 17; and mechanical or electrostatic means for clamping the 
substrate 5 to the cathode 32C. Such features are disclosed In commonly assigned U.S. Patent No. 
4,872.947, issued October 10. 1989. and commonly assigned U.S. Patent No. 4.842.683. issued June 27, 
1989. which are incorporated herein by reference. 

For example, a recirculating closed loop heat exchanger 90 can be used to flow fluid, preferably 
dielectric fluid, through the block and pedestal of the substrate support/cathode 32C. as Indicated 
schematically by flow path 91. to cool (and/or heat) the substrate support. For silicon oxide etching, 
dielectric fluid temperatures of. for example. -40 -C are used. As mentioned above, the heat transfer 
between the substrate 5 and the substrate support 32 is enhanced by an inert gas heat transfer medium 
such as helium at the substrate-support interface. 

The chamber walls and the dome can be heated and/or cooled by air convection (blown air) and/or a 
dielectric fluid heat exchanger. For example, a closed circuit heat exchanger 92 recirculates dielectric fluid 
at a controlled temperature ranging from heating to cooling, for example. ♦ 120' C to -150 ' C, along path 93 
through the chamber sidewalls. Similarly, the dome atdewalls 17W and top 17T can be heated and/or 
cooled by heat exchangers 94 and 96 which recirculate fluid along paths 95 and 97. respectively. 

In an alternative dielectric heat control system, the antenna coil 30 is positioned between the double 
walls 17W of the dome, immersed in the recirculating dielectric fluid. 

In another alternative approach for diBlectric fluid heat control of the dome, the coils of the antenna 30 
are encapsulated in high temperature plastic or TEFLON ™ , heat conductive thermal grease is applied 
between the encapsulated antenna and the dome, and the coil, which is hollow. Is heated and/or cooled by 
flowing the dielectric fluid through the coil. Because RF energy is also applied to the coil and because of 
the proximity to the source plasma, the dielectric oil must have good dielectric and insulating properties and 
a high boiling point, in addition to having high specific heat and density for efficient heat transfer at 
acceptable flow rates. One suitable dielectric fluid Is Slltherm. available from OuPont 

12. THREE ELECTRODE CONFIGURATION 

Referring to FIG. 1. in a presently preferred embodiment, our chamber incorporates a unique. mr*e- 
electrode arrangement which affords novel process control and enhancement. The arrangement comonsw 
a cathode {preferably the substrate support electrode 32). an anode (preferably the chamber s.oe and 
bottom walls) and a third electrode which is (or includes) the dome top plate 17T. As shown m FIG. i. ine 
top electrode may be floating, grounded or connected to an RF power supply 40. The third eiectioue 
advantageously includes various configurations and can be formed of various materials: conductive matenai. 
preferably aluminum; dielectric-coated materials such as anodfced aluminum; silicon or silicon-cont»n,og 
conductive material such as aluminum-silicon alloy: or may include a sacrificial silicon member 17S sucn 
as. but not limited to. a silicon wafer. 

1) Grounded Third Electrode 

The grounded top plate 17T improves the ground reference surface for the bias voltage (relative to n» 
conventional reference provided by the walls 12) and as a consequence enhances Ion extraction iro- r~, 
source 16A to the processing region 16B and so increases process rates (such as etch rates), in add*™ 
the grounded top plate improves the coupling of the plasma (generated in the source) with the water 
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2) Biaaed Third Electrode 

The use of an RF-biased third electrode In combination with supplying free silicon to the source plasma 
(which may include using an electrode which includes or is covered with a silicon-ccntainino member), 
enhances various processing characteristics including etch rate and selectivity. Aided by the sfrong 
dissociation characteristics of the source plasma, the silicon enters the gas phase and combines 
with/scavenges free fluoride ions. (The dissociation characteristics of the source plasma results in the high 
concentrations when fluorine-containing gas chemistry is used, for example, to etch oxide. This increases 
the etch rate of oxide but also increases the etch rate of the associated substrate matenate such as 
polysillcon and. thus, reduces the oxide to polysilicon selectivity). The fluoride ion scavenging by the free 
silicon forms a carbon-rich polymer. The result is increased oxide etch rate, increased oxide selectivity 
relative to polysillcon, and enhanced oxide etch anisotropy and vertical profile and decreased mlcroloading. 
In addition the free silicon affects the polymerization reaction to form a carbon-rich r*lymer. which ,s 
readily etched when oxygen is present, as etching an oxygen-containing layer, with enhanced suppression 
whan no oxygen is present, such as when the opening reaches a non-oxygen-contalning layer or substrate 
such as polysilicon and results in increased oxide selectivity relative to the non-oxygen-contaimng 
substrata. 

13, PROCESSING EXAMPLES 

Examples of processes which can be advantageously carried out in the present reactor are given below. 

Example 1. Etching Polysillcon over Silicon Oxide 

Polysilicon over silicon oxide on silicon wafers was etched in our three^toctrode chamber using 
pressure within the range about 0.2B6 Pa to about 2.68 Pa (about 2 mtorr to about 20 mtorr); SO cc chlorine 
(Cb) etchant gas flow rate (manifold Q1 only); source power of 1500 watts; bias voltage of -20 volts; and a 
grounded top electrode (without silicon), providing a polysilicon etch rate of 350 to 4000 nm per m.nute 
(3500 -4000 Angstroms per minute), a vertical etch profile, and a > 100:1 selectivity of polysincon to ox.de. 

Example 2. Silicon Oxide Deposition 

A two-step bias sputter deposition of silicon dioxide Into high aspect ratio openings formed in silicon 
oxide layers on silicon wafers was carried out in our three-electrode chamber using a pressure (both steps) 
of about 0 266 Pa to Bbout 1.33 Pa (about 2 mtorr to about 10 mtorr); gas flow rate of about 200 cc 
aroon/90 cc oxygen/45 cc silane (both steps « manifold 01 only); source power of 2000 watts (both steps); 
□rounded top electrode (both steps); and bias voltage of about -20 vote (first step) and about 100-200 volts 
(second step), thereby providing a deposition during the first step (no sputtering) of > 750 nm per m.nute (> 
7500 Angstroms per minute) and net oxide deposition during the second step (deposition wrth ^profile control 
sputtering) of approximately 400 to 500 nm per minute (4000 to 5000 Angstroms per m.nute). The argon 
sputtering faceted the upper comers of the openings, ensuring complete filling of the openings w.th s.l.eon 
dioxide without voids, and final plantation of the silicon oxide layer. Thus filling and planenzabon can be 
oerformed sequentially in the same deposition chamber of the invention. 

A significant challenge in semiconductor fabrication is to etch away selected thicknesses of silicon 
dioxide when the underlying layer is polysilicon or other non-oxygen-contamlng matenal. A high degree oi 
selectivity is desired so that the silicon oxide will be etched at a relatively high rate wh.le any exposed 
silicon will not be significantly etched at all. However, since both materials etch at about the same rate 
when exposed to an etch plasma, it is known to add a source of fluoride to the etch gas. such as CHFr to 
produce a polymeric coating on the substrate. TNs produces a passivating coating on the polysilicon while 
the silicon oxide continues to be etched. However, formation of a polymer layer on the polysiKcor . makes 
etching of small device geometries more difficult. An important concept .n this regard Is microtoadmg 
which is defined as 1 - (etch rate ratio), where the etch rate ratio is the ratio of the etc * . rate , in smal 
features of a wafer to the etch rate in large features. Thus, if an etch process has the desirable property ol 
etching small and large features at the same rate, the microloading will be 1 - 1/1 = 0. In a process in 
i which smaller features etch at a much slower rate than larger features, the rn.croload.ng w.11 tend towarc 

' °' The difficulty in the etching application described is that, in order to obtain high etching selectivity one 
has to use a relatively large amount of polymer-forming gas in the plasma, but the polymer layer results ,n 
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mieroloading of much greater than zero. Typically, one can expect to obtain no better than a 10:1 «l°ctrv.ty 
ratio coupled with about 0.1 mieroloading. However, there are many application* that requ.re selects 
ratios aa high as 30:1 or 40:1, with mieroloading of near zero. 

s 2. Uainp Silicon in the Source Region 

For hiah density plasma sources, one of the dissociation products that etches polysilicon is fluorine. 
Silicon may be used to rid the source ragion of free fluorine radicals. The slicon may be a coating , on the 
l\ra electrode 17T or on the inside walls 17W of the chamber. If the sacrifice s.licon is on the wal s the 

to Thickness of silicon becomes a consideration together with the frequency at which RF energy is supplied to 
the plasma from the antenna 30. These parameters must be chosen to ensure that sufficient energy wHI be 
coupled electromagnetic^ through the chamber walls. It the silicon is Incorporated into the ^ electrode 
17T the silicon thickness is not critical. In any event, if sUicon is made available to scavenge free fluonne 
from the source region, it can form volatile compounds that are readily removed from the chamber. 

, 5 The silicon scavenger material may itself become coated with polymer during the etch process; this 
oolymer may be removed by heating to elevated temperatures or. by biasing the s.l.con olectricany, 
Increased bombardment of the silicon surface may take place so that the polymer .s sputtered off the 
, surface, thereby exposing free silicon again. 

2o Example 3. Etching Silicon Oxide over PolysiHcon 

Silicon oxide over polysilicon was etched in our three-electrode chamber using pressure 0.208 - 4 Pa (2 
- 30 rite™ gas chemi stry *>w rates CHF 3 . 30 . 60 seem: CO or COa . 6 ■ 18 seem; and * 100 - 200 seem 
(inlet man foW G1 only): source power of 2000 watts: bias voltage of 200 volts; top electrode 17T with a 
» silicon disk 1 7S mounted thereto and biased by RF energy of 2 MHz and 1000 watts. The silicon ox,de was 
etched at a rate of 800 nm per minute (8000 Angstroms per minute) with 50:1 selectwity of ox.de to 
polysilicon. Alternatively, the silicon-containing body may be supplemented by a silicon coatmg on the 
quartz dome walls 1 7W. 

30 Examples 4-13. Etching Oxygen-Containing Layers over Oxyge n-Free Substrates 

A series of etch processes was carried out in the present reactor etching oxide-containing layers such 
as siOcon oxide over a variety of non-oxygen-contalning substrates. After patterning the oxide layer using 
conventional photolithographic techniques, etching using CFe was carried out in the present reactor using 
36 a grounded third silicon electrode. The results are summarized in Table I below: 



40 



46 



60 



55 



EP 0 662 491 A1 



10 



1B 



20 



25 



TABLE I 

Example Thickness of 
silicon Oxide 



Substrate Selectivity 



4 SOO - 1000 run {5000-10,000 A) polysilicon 30:1 

5 500 - 1000 nm (5000-10,000 A J WSi 25:1 



PECVD 
Si 3 N 4 



7 500 - 1000 run (5000-10,000 A) LPCVD 



Si 3 N 4 



8 500 - 2CT0O nm (5000-20,000 A) TiN/Al* 

9 500 - 2000 nm (5000-20,000 A) Al 

10 500 run (5000 A) single 



15:1 

15:1 
15:1 
30:1 
30:1 



30 



3S 



crystal 
silicon 



* 0.2-300 nm (2-3000 A) 

40 Another aeries of etches using CF* were performed except that borophosphosilicate Qlaaa (BPSG) was 
substituted as the oxide-containing layer. The results are summarized below itn Table II: 

TABLE II 



45 



60 



Example 


Thickness of BPSG glass 


Substrate 


Selectivity 


11 
12 
13 


500 - 1000 nm (5000-10,000 k) 
500 ■ 2500 nm (5000-26.000 k) 
500 - 2500 nm (500O-25.000 k) 


WSi 

p + doped single crystal silicon 
n + doped single crystal silicon 


30:1 
30:1 
30:1 



The selectivity can be adjusted by changing gas flows, source power and the silicon plate condrt.on to 
optimize the selectivity for a particular silicon oxide or glass on a particular substrate. Selectees ot up to 
100:1 are achievable in the present reactor using a silicon scavenger for fluorine ions. 
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14. OTHER FEATURES 

1) Plasma Control 

A oreferred feature of the invention is to automatically vary 'bottom- power to maintain a constant 
cJLS^SmTm^ voltage. At tow pressures (<66.5 Pa (<500 mtorr)) in a Nflhly asymmetr* 
SST ie Tc^L melred at the cathode is a close approximation to *e cathode sheath 
Botto^'oower can be automatically varied to maintain a constant DC bias. Bottom power has very Irttle 
Sn p^mrden^and ion current density. Top or antenna power has a very strong effect on plasma 
Sty arS orcCnt density, but very small effect on cathode sheath voltage. Therefore. ,1 is dasiredto 
Z topper to define plasma and ion current densities, and bottom power to def-ne cathode sheath 
voltage. 

2) Differential Bias 

As an alternative to biasing the substrate 5 with respect to 9™"^ ^"J 
«,» too nl>te 17T can be -ungrounded" and referenced to one another, as indicated by the dotted 
StfTan" aZernno to FIG. 2, me top plate is driven differently and bafcnced * .that 
W J Tbet«een the top plate and the substrate Is approximately twice the magnitude of the 
SLJTJ Xl Cpi -d me wall 12. and approximately twice the magnfcude outage 
V 68 -w between the substrate and the wall. This balanced differential drrve reduces th untoractor, , of ha 
plasma with the walla and increases the interaction, ion extraction, between the source regx>n 16A and the 
processing region 18B. 

25 3) Alternative Configurations 

The inventive plasma reactor system is depicted in FIG. 1 in the conventional^ Drientatio n that is 
verticaTry. wH. the substrate 5 residing on an electrode 32 (cathode) and the ^» » the 
dome 17 above the electrode. For convenience, it was referred to the pewei r suppted to ^^nmSK a* 
•antenna" or "source or "top" power and that supplied to the electrode/cathode 32 as bias or bottom 
pew? These representations and designations are for convenience only, and ,1 is to be understood that he 
Ss^bed system may be inverted, that is. configured with the elect/ode 32 on top and an antenna located 
oeowTs electrode, or may be oriented in other ways, such as horizontally, without modification. In short 
Z reactor system works independently of orientation. In the inverted conf.gurat.on. plasma may be 
generate Tat the antenna 30 and transported upwardly to the substrate 5 located above 

manner as described in the specifications. That is, transport of actrve spaces occurs by d.flus.o and 
bulk flow, or optionally assisted by a magnetic field having an axial grad.ent. Tfus process does not depend 
™ oSonaTforces and thus i 3 relatively unaffected by orientation. The inverted orientation may be 
IK example, to minimi* the probability of particles formed in the plasma generate region m 
oat phase or on a surface, falling onto the substrate. Gravity then reducea the probability of all but the 
smalleTof sucTpartSles moving Jpward against a gravitational potential gradient to the substrate surface. 

4) H igh and Low Pressure Operation and Variable Spacing 

Our chamber design is useful for both high and low pressure operation. The spacing, d. between the 
JZSSS* 2d. 32C and the plane of the bottom coH or turn o. the arrtenna 30 ^JJJJJ 
for both high and low pressure operation. For example, high pressure operation at 68.5 Pa - e.65 kPPa (500 
m orr 50 torr) preferably uses spacing d i of about 5 centimeters, while for lower pressure operate over 
mTm <00133 Pa 66.5 Pa (< 0.1 mtorr - 500 mtorr), a spacing d of over 5 centimeters may be 
protege Tne chamber may incorporate a fixed spacing d. as shown, or may utilize variable spacing 
dWgna such as interchangeaWe or telescoping upper chamber sections. Tne reactor system ,10 , .s u eful 
to? processes such as high and iow pressure deposition of materials such as *l.con ox.de and s con 
Ide: low pressure anisotropic reactive ion etching of materials such as ^J^^^l 
silicon polyiilicon. glass and aluminum; high pressure plasma etching of such materials, and CVO faceting 
S stmuSeSurdepositlon and etchback of such materials, including planar«at,on of substrate 
nr,n„,«Shv TtinL and other pr*o«*.«. for which master aystem 10 mav be used are described in EP 
ZSC; 91 ^290^4 Tnfitled VHF/UHF PLASMA PROCESS FOR USE IN FORMING INT6GRATE0 
SrcS? STRUCTURES ON SEMICONDUCTOR WAFERS", filed on July 31. 1991. m the name of the 
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applicant and which is Incorporated herein by reference. 
15. APPARATUS EXAMPLES 

A present working embodiment of our system incorporates the source configuration and the antenna 
colouration depicted in FIG- 1. The 12.7 cm (Mnch) high quarn source chamber 17 has a d.ameter of 
3uTcm (12 inch**). The 2 MHz, 33.02 cm <l3nnch) diameter. 10.16 cm (4-inch) high. 13 turn cod antenna 
a termled at both ends (with variable capacitors L and T which are grounded), spaced about 044 cm 
fabout0 25 inch) from (below) the ground plane, and surrounds the source. Reactive lc^ matching is 
suoolied by the variable capacitor L {1(W000 picofarad variable cap. rated SkV). Also capacity tunrng of 
Antenna to resonance* provided by a tuning capacitor T (5-100 picofarad. 15kV raJngV Oper*,on 
usino source RF energy of 2 kilowatt. 2 MHz provides a plasma which extends to the substrate which ,s 
5 08 cm » inches) downstream (beneath the source). This provides a plasma density of 1-2 x 10' W and 
Ton saturation currant density of 10-15 mA/cm* downstream at the substrate. A bottom or bias erf 2 MHz. 
600 watts applied to a 12.7 cm (5-inch) substrate positioned on the support electrode approximately 5.1 cm 
12 inches) below (downstream) of the antenna provides a 200 vott cathode sheath voltage. 

?hose of usual skill in the art will appreciate that the present invention is not Umited to me use ot a 
dome per se Rather, it applies to substantially any configuration having a source region and processing 
region. This includes, for example, the "stepped-, domed chamber configuration deputed m the drawmgs 
as well as a more conventional, non-stepped configuration in which the source and processmg region or 
chamber sections are substantially of the same cross-section. 

16. PROCESSES 

As indicated above, the above-described reactor embodying the present Invention is uniquely useful for 
numerous plasma processes such as reactive ion etching (RIE). high pressure plasma etching ow pressure 
chemical vapor deposition (CVD) including sputter facet deposition and plantation, and high pressure 
conformal isotropic CVD. Other applications include, but are not limited to. sputter etch.ng. ion beam 
etching, or as an electron, ion or active neutral plasma source. 
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Claims 

1. A plasma etch process comprising 

a) providing a vacuum chamber for generating a plasma, 

b) supporting an article to be processed on an electrode In the chamber. 

c) supplying a fluorine-containing etch gas to the chamber, 

d) electromagnetically coupling RF energy from an RF ower supply into the chamber for generating 
a high density plasma for processing said article. 

f) capachively coupling RF energy into the chamber via the support electrode, and 

g) providing a source of silicon ions to said plasma. 

2. A process according to claim 1 wherein the silicon source is situated in the plasma region of in* 
chamber. 

1 A process according to claim 1 or 2. wherein the antenna power and the bias power delivered to tre 
support electrode are varied to effect anisotropic, semi-anisotropic and isotropic etching. 

4 An etch process according to any one of the preceding claims wherein the article to be processed 
comprises a non-oxygen-containing material and an overlying oxygen-containing material. 

6. An etch process according to any one of the preceding claims, wherein said fluorine-conlaining gas ,5 
selected from the group consisting ot CF». CjF* and CjF 8 . 

6 An etch process according to any one of the preceding claims wherein the substrate is selected t«™ 
the group consisting of single crystal silicon, polysilicon, silicon nitride, tungsten sillclde. trtanlum n, tt ,n« 
and aluminum. 

7. An etch process according to claim 6 wherein said oxygen-containing material is silicon oxide or glass. 
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a An etch process according to any one of the preceding claims. when* ■ a P^ng polymer 
containing more than 50% of carbon and 40% or lew of fluorine is formed on the substrate. 

9. A carbon-fhjorine-containing polymer containing more than about 60% by weight of carbon and 40% by 
6 weight or less of fluorine. 
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figure, 2 
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figure 3 
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figure 13 
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figure 4 figureS figure 6 
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